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FIG.I 



BASIC SOLVENT EXTRACTION FLOW SHEET 
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FIG.2 



SOLVENT EXTRACTION FLOW SHEET WITH WASH/SCRUB SECTION 
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FIG.3 



SOLVENT EXTRACTION FLOW SHEET WITH SECOND 
STRIP STAGE (DIFFERENTIAL STRIPPING ) 
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FIG. 5 



EXTRACTION OF INDIVIDUAL METALS 
IN THE ABSENCE OF DNNS 
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FIG.6 



EXTRACTION OF INDIVIDUAL METALS 
WITH A MIXTURE OF DIMZ AND DNNS 
(LOW CONCENTRATION) 
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F| CI Q EXTRACTION OF METALS FROM A MIXED 

■ CIIIPMATP CHI 1ITION WITH A MIXTURE O 



SULPHATE SOLUTION WITH A MIXTURE OF 
DJMZ AND DNNS AT HIGH CONCENTRATION 
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FIG.9 



EXTRACTION OF NICKEL BY DIMZ; 
INFLUENCE OF DNNS CONCENTRATION 
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F I G • 1 0 Q EFFECT OF SUBSTITUENT ON METAL EXTRACTION 

(C8 = 0CTYL; CI2= OUODECYL; CU.Ni , AND CO) 

♦ Cu-C8 • Ni-C8 * — C0-C8 
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\ ICd IOu effect of substituent on metal extraction 

w. w (C8sOCTYL } CI2=DUODECYLiZn t M9aMn) 
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